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STEELS USED IN BOLT AND SCREW MAKING
Steel No.	Purpose			
		Carbon	Manganese 1	Nickel                   Silicon
1	Aircraft bolts Machine bolts	0-25-0-35	0-5-0-8	3-25-3-75
	Cap screws Carriage bolts Lag screws Machine bolts Machine screws Plough bolts Rim and hub bolts Rivets Set-screws Shackle bolts Step bolts Stove bolts	0-05-0-15	0-3-0-6	
	Cap screws Carriage bolts Machine bolts Plough bolts Rim and hub bolts Rivets Shackle bolts	0-15-0-25	0-3-0-6	
4	Cap screws Carriage bolts Machine bolts Rim and hub bolts Set-screws	0-3-0-4	0-6-0-9	
5	Cap screws Carriage bolts Lag screws Machine bolts Plough bolts	0-14-0-2	0-6-0-9	0-075-0-15
6	Cap screws Set-screws Nuts	0-08-0-16	0-6-0-9	(Free-cutting Steel)
7	Cap screws	0*15-0-25	0-3-0-6	
8	Cap screws Carriage bolts Lag screws Machine bolts Plough bolts Rim and hub bolts Rivets	0-15-0-25	0-6-0-9	(Free-cutting Steel) Chromium
9	Cap screws	0-3-0-4	1-6-1-9	
10	Cap screws Conn, rod bolts Machine bolts Set-screws	0-3-0-4	0-5-0-8	1-0-1-5                 0-45-0-75
11	Conn, rod bolts	0-5	0-7-0-9	Silicon     Molybdenum
				0-2-0*3        0-15-0-25
12	Machine bolts	0-1-0-2	0-3-0-6	
13	Shackle bolts	0-1-0-2	1-0-1-3	(Free-cutting Steel)
14	Shackle bolts    '	0-1-0-2	1-3-1-6	(Free-cutting Steel)
15	Track bolts	0-2-0-3	0-3-0-6	
16	Track bpjts	0-35-0-45	0-6-0-9	
17	Nuts    '	0-08-0-15	0'3-0*9	
is	Nutg	0-1-0-2	0-6-0-9	
